XOS Rec^dPCT/PTO 0 2(101 

ATTORNEY'S DOCKET NO: 010303 


U.S. DEPARTMENT OF COMMERCE, PATENT AND TRADEMARK OFFICE 


TRANSMITTAL LETTER TO THE UNITED STATES DESIGNATED/ELECTED OFFICE 
(DO/EO/US) CONCERNING A FILING UNDER 35 U.S.C. 371 


INTERNATIONAL APPLICATION NO.: 
PCT/JPOO/04533 


INTERNATIONAL FILING DATE: 
JULY 7, 2000 


DATE: March 9, 2001 


PRIORITY DATE CLAIMED: 
JULY 9, 1999 


"^'-^ OF INVENTION: FLAME-SPRAYED COPPER-ALUMINUM COMPOSITE MATERIAL AND ITS PRODUCTION METHOD 


APPLICANT{S) FOR DO/EO/US: TakashI TOMIKAWA and Toyokazu YAMADA 


Applicant hereby submits to the United States Designated/Elected Office (DO/EO/US) the following items and other information: 

1. JOC_ This is a FIRST submission of items concerning a filing under 35 U.S.C. 371. 

2- This is a SECOND or SUBSEQUENT submission of items concerning a filing under 35 U.S.C. 371. 

3. This express request to begin national examination procedures (35 USC 371(f)) at any time rather than delay examination until 
the expiration of the time limit set in 35 USC 371(b) and PCT Articles 22 and 39(1). 

4. _ A proper Demand for International Preliminars/ Examination was made by the 19th month from the earliest claimed priority 

date. ^ ^ 

;5. J0(. A copy of the International Application as filed (35 U.S.C. 371(c)(2)): 

a. — is transmitted herewith (required only if not transmitted by the International Bureau). 

b. XX has been transmitted by the International Bureau. 

c. — is not required, as the application was filed in the United States Receiving Office (RO/US) 
^6. JOC_ A translation of the International Application into English (35 U.S.C. 371(c)(2)). 

;7. _)«_ Amendments to the claims of the International Application under PCT Article 19 (35 U.S.C, 371(c)(3)) 

: a. — are transmitted herewith (required only if not transmitted by the International Bureau). 

t). have been transmitted by the International Bureau. 

:l c. — have not been made; however, the time limit for making such amendments has NOT expired. 

XX have not been made and will not be made. 

8- A translation of the amendments to the claims under PCT Article 19 (35 U.S.C. 371(c)(3)). 

9. ja An oath or declaration of the inventor(s) (35 U.S.C. 371(c)(4)). 

10- A translation of the annexes to the Intemationai Preliminary Examination Report under PCT Article 36 (35 U.S.C. 371(c)(5)). 

ITEMS 11. TO 16. BELOW CONCERN OTHER DOCUMENT(S) OR INFORMATION INCLUDED: 

11. ja An Information Disclosure Statement under 37 CFR 1.97 and 1.98 together with the intemationai search report and 1 

reference. 

12. An assignment document for recording. A separate cover sheet in compliance with 37 CFR 3.28 and 3 31 is included 
ASSIGNEE NAME AND ADDRESS: TAIHO KOGYO CO.. LTD.. Toyota-shi, Japan 

13. XX A FIRST preliminary amendment. 

A SECOND or SUBSEQUENT preliminary amendment 

14. A substitute specification. 

15. A change of power of attorney and/or address letter. 

16. JOC. Other items or information: 3 sheets of drawings. 


-1- 


U.S. APPLICATiON NO. 


INTERNATIONAL APPLICATION NO. 
PCT/JPOO/04533 


M2nso'dPOVPTO 0 9 MM 2001 

ATTORNEY'S DOCKET NO: 010303 


DATE: March 9, 2001 


17. _X_ The following fees are submitted: 
Basic National Fee (37 CFR 1.492(a)(l)-(5): 

Search Report has been prepared by the EPO or JPO: $860.00 

International preliminary examination fee paid 

to USPTO (37 CFR 1.482) $690.00 

No international preliminary examination fee paid 

to USPTO (37 CFR 1.482) but international search fee 

paid to USPTO (37 CFR 1.445(a)(2)) $710.00 

Neither international preliminary examination fee 
(37 CFR 1.482) nor intemational search fee 

(37 CFR 1.445(a)(2)) paid to USPTO $1000.00 

International preliminary examination fee 
(37 CFR 1.482) and all claims satisfied provisions 
of PCT Article 33(2)-(4) 


$100.00 

ENTER APPROPRIATE BASIC FEE AMOUNT = 


$ 860.00 


Surcharge of $130.00 for furnishing the oath or declaration later than _ 20 
l__ 30 months from the earliest claimed pnority date (37 PVR 1.492(e)). 


NUMBER FILED NUMBER EXTRA 


jvlultiple dependent claims(s) (if applicable) 


TOTAL OF ABOVE CALCULATIONS = 


Reduction by 3/2 for filing by small entity, i" 


3licable. (Note 37 CFR 1.9, 1.27, 


Processing fee of $130.00 for furnishing the English translation later than 20 

30 months from the earliest claimed priority date (37 CFR 1.492(f)). j- 


TOTAL NATIONAL FEE = 


Fee for recording the enclosed assignment (37 CFR 1.21(h)). The assignment 
must be accompanied by an appropriate cover sheet (37 CFR 3.28, 3.31). 
$40.00 per property + 


TOTAL FEES ENCLOSED = 


Amount to be: 


charged 


$ 


JC02R8G'dPCT/PTO 0 9M4R20OI 

ATTORNEY'S DOCKET NO: 010303 


U.S. APPLICATION NO. 


°t?9/786759 


INTERNATIONAL APPLICATION NO. 
PCT/JPOO/04533 


DATE: March 9, 2001 


a. jg{_ A check in the amount of $ 1,602.00 to cover the above fees is enclosed. ($860.00 for filing fee; $432.00 for 24 

additional claims; $270.00 for multiple dependent claims and $40.00 for assignment recordation fee). (This paper is filed in 
triplicate) 

b. Please charge my Deposit Account No, 01-2340 in the amount of $ to cover the above fees. (A duplicate copy of this 

sheet IS enclosed.) 

c. _)(_ The Commissioner is hereby authorized to charge any additional fees which may be required, or credit any overpayment to 

Deposit Account No. 01-2340. 

NOTE: Where an appropriate time limit under 37 CFR 1.494 or 1.495 has not been met, a petition to revive (37 CFR 
1.137(a) or (b)) must be filed to request that the application be restored to pending status. 

Send All Correspondence To: 


23850 

PATENT TRADEMARK OFFICE 



Donald W. Hanson 


REGISTRATION NUMBER 


ARMSTRONG, WESTERMAN, HATTORI, 
McLELAND & NAUGHTON, LLP 
Suite 1000,1 725 K Street, N.W. 
Washington, D. C. 20006 
Tel: (202) 659-2930 
Fax: (202) 887-0357 


09/78675? 

JC02Rec'd PCT/PTO 0 9MAR20(M 

PATENT 
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In re application of: Takashi TOMIKAWA et al. 

Serial Number: Not Yet Assigned 
(PCT/JPOO/04533) 

Filed: March 9, 2000 

For: FLAME-SPRAYED COPPER-ALUMINUM COMPOSITE MATERIAL AND 
ITS PRODUCTION 

PRELIMINARY AMENDMENT 

Commissioner for Patents 

Washington, D.C. 20231 March 9, 2001 

Sir: 

Prior to the calculation of the filing fees of the above application, please amend the 
application as follows: 

IN THE SPECIFICATION 

Please replace the paragraph beginning at page 6, line 17, with the following rewritten 
paragraph: 

Sn is uniformly dispersed in the aluminum matrix. Sn preferentially adheres on the opposite 
shaft and thus prevents the sliding of the same kind of material, i.e., Al adhered on the opposite shaft 
and Al of the bearing. The seizure resistance is, thus, enhanced. When the Sn content is less than 0.1 
%, Sn is slightly effective for enhancing the lubricating property. When the Sn content exceeds 30%, 
the strength of the alloy is lowered. A preferable Sn content is from 5 to 25%. 


Takashi TOMDCAWA et al. Docket No. 0 1 0303 

Please replace the paragraphs beginning at page 7, line 14, and line 34 with the following rewritten 
paragraphs: 


The first aluminum alloy containing these additive elements (excluding the second 15 
aluminum alloy) consists of Al crystals in which these elements are solid-dissolved (i.e., the Al 

solid-solution), or Al crystals (including the Al sohd-solution) and other phases. The other phases 

are a crystalhzed phase, a precipitated phase, a decomposed phase or the hke. These phases are a 

metal, an intermetallic compound, or other compounds. That is, if the first aluminum alloy 

(excluding the second aluminum alloy) consists only 20 of these compounds or the like, the binder 

effect of the aluminum alloy is not realized. It is, therefore, preferable that only the Al crystals are 

an essential component of the present invention. However, the second aluminum alloy may consist 

only of chemical compounds or the like. 

The entire composition of this composite material is preferably Cu: 8-82%, Al: 35 5-50%, 
Pb: 32% or less. Si: 5-50%, and Sn. 21% or less by weight percentage (claim 17). 
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IN THE CLAIMS : 

Please amend claims 3-4, 6, 23-26, 29 and 33-36 as follows: 

3 . (Amended) A flame-sprayed copper-aluminum composite material according to claim 2, wherein 
said first aluminum alloy comprises a second aluminum alloy, which is formed by incorporating said copper 
or a component of the first copper alloy into the first aluminum alloy, by to flame-spraying. 

4. (Amended) A flame-sprayed copper-aluminum composite material according to claim 2 or 3, 
characterized in that the main structure consists of the unmelted phase of the copper or the first copper alloy 
and the melted phase of aluminum or the second aluminum alloy. 

6 . (Amended) A flame-sprayed copper-aluminum composite material according to claim 1 , wherein 
said first copper alloy comprises Pb, and said first aluminum alloy comprises Si. 

23 . (Amended) A flame-sprayed copper-aluminum composite material according to claim 3 , wherein 
at least a portion of said first copper alloy (except for the second copper alloy) consists of Cu crystals, and 
at least a portion of said first aluminum alloy (except for the second aluminum alloy) consists of Al crystals. 
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24. (Amended) A flame-sprayed copper-aluminum composite material according to claim 6, 
characterized by further containing 30% by weight or less of graphite particles. 


25. (Amended) A flame-sprayed copper-aluminum composite material according to claim 1, 
characterized by further containing 30% by weight or less of one or more selected from the group consisting 
of AI2O3, SiOa, SiC, ZrOj, Si3N4, BN, AIN, TiN, TiC, B4C, as well as iron-phosphorus, iron-boron, and iron- 
nitrogen compounds. 

26. (Amended) A flame-sprayed copper-aluminum composite material according to claim 1, 
wherein it is laminated on a substrate and is coated with a soft metal layer. 

29. (Amended) A flame-sprayed copper-aluminum composite material according to claim 2 or 3 
characterized in that said flame-sprayed surface layer is coated with a film, which comprises MoSjOr graphite 
or a mixture of MoSj and graphite. 
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33 . (Amended) A method for producing a copper-aluminum composite material according to claim 
30 or 3 1, characterized by further flame spraying 30% by weight or less of graphite powder. 

34. (Amended) A method for producing a copper-aluminum composite material according to claim 
30 or 31, characterized by further flame spraying 30% by weight or less of one or more selected fi-om the 
group consisting of AiPj, SiO^, SiC, ZrO^, S13N4, BN, AIN, TiN, TiC, B4C, as well as iron-phosphorus, iron- 
boron, and iron -nitrogen compounds. 

35 . (Amended) A method for producing a copper-aluminum composite material according to claim 
30 or 31, wherein the flame spraying is carried out on a roughened surface of a metallic substrate. 

36. (Amended) A method for producing a copper-aluminum composite material according to claim 
30 or 3 1 , wherein heat treatment of the flame- sprayed layer is carried out subsequent to the flame spraying. 


5 


Takashi TOMIKAWA et al. 


Docket No. 010303 


REMARKS 

The above amendment is believed to correct apparent errors in the specification and to place 
the claims in better condition for examination. Early and favorable action is awaited. 

Attached hereto is a marked-up version of the changes made to the specification and claims 
by the current amendment. The attached page is captioned " Version with markings to show changes 
made. " 

hi the event there are any additional fees required, please charge our Deposit Account No. 
01-2340. 


Atty. Docket No. 010303 

Suite 1000 

1725 K Street, N.W. 

Washington, D.C. 20006 

Tel: (202)659-2930 

DWH/yap 


Respectfully submitted, 

ARMSTRONG, WESTERMAN, HATTORI, 
McLELAND & NAUGHTON, LLP 


Donald W. Hansci 
Reg. No. 27,133 
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VERSION WTT H MARKINGS TO SHOW CHANGES NAMF, 


Paragraph beginning at page 6, line 17 has been amended as follows: 

Sn is uniformly dispersed in the aluminum matrix. Sn preferentially adheres on the opposite shaft 
and thus prevents the sHding of the same kind of material, i.e., Al adhered on the opposite shaft and Al of 
the bearing. The seizure resistance is, thus, enhanced. When the Sn content is less than 0.1 %, Sn is slightly 
effective for enhancing the lubricating property. When the Sn content exceeds 30%, the shength of the alloy 
is lowered. A preferable Sn content is from 5 to 25%. [The coarsening of Sn particles is prevented by the 
presence of in close vicinity of the Sn particles and hence the fatigue resistance is apparently enhanced]. 

Paragraphs beginning at page 7, line 14 and line 34 have been amended as follows: 

The first aluminum alloy containing these additive elements (excluding the second 15 aluminum 
alloy) consists ofAl crystals in which these elements are solid-dissolved (i.e., the Al solid-solution), or Al 
crystals (including the Al solid-solution) and other phases. The other phases are a crystallized phase, a 
precipitated phase, a decomposed phase or the like. These phases are a metal, an intermetallic compound, 
or other compounds. That is, if the first aluminum alloy (excluding the second aluminum alloy) consists only 
20 of these compounds or the like, the binder effect of the aluminum alloy is not realized. It is, therefore, 
preferable that only the [Cu] Al crystals are an essential component of the present invention. However, the 
second aluminum alloy may consist only of chemical compounds or the like. 

The entire composition of this composite material is preferably Cu: 8-82%, Al : 35 5-50%, Pb: 32% 
or less, Si: 5-50%, and Sn. 21% or less by weight percentage (claim 17). 
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In the Claims : 

Claims 3-4, 6, 23-26, 29, 30-36 have been amended as follows: 

3. (Amended) A flame-sprayed copper-aluminum composite material according to 10 claim 
1 [or 2], wherein said first aluminum alloy comprises a second aluminum alloy, which is formed by 
incorporating said copper or a component of the first copper alloy into the first aluminum alloy, by 
to flame-spraying. 

4. (Amended) A flame-sprayed copper-aluminum composite material according to [anyone 
of claims 1 through 3] claim 2 or 3, characterized in that the main structure consists of the unmehed 
phase of the copper or the first copper alloy and the melted phase of aluminum or the second 
aluminum alloy. 

6. (Amended) A flame-sprayed copper-aluminum composite material according to [anyone 
of claims 1 through 5] claim 1, wherein said first copper alloy comprises Pb, and said first aluminum 
alloy comprises Si. 

23. (Amended) A flame-sprayed copper-aluminum composite material according to [anyone 
of claims 1 through 22] claim 3, wherein at least a portion of said first copper alloy (except for the 
second copper alloy) consists of Cu crystals, and at least a portion of said first aluminum alloy 
(except for the second aluminum alloy) consists of Al crystals. 

24. (Amended) A flame-sprayed copper-aluminum composite material according to 
[anyone of claims 6 through 23] claim 6 , characterized by further containing 30% by weight or less 
of graphite particles. 

25. (Amended) A flame-sprayed copper-aluminum composite material according to 
[anyone of claims 1 through 24] claim 1 , characterized by further containing 30% by weight or less 
of one or more selected fi-om the group consisting of Al^j, Si02, SiC, ZrO^, Si^'N^, BN, AIN, TiN, 
Tie, B4C, as well as iron-phosphorus, iron-boron, and iron-nitrogen compounds. 
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26. (Amended) A flame-sprayed copper-aluminum composite material according to 
[anyone of claims 1 through 25] claim L wherein it is laminated on a substrate and is coated with 
a soft metal layer. 

29. (Amended) A flame-sprayed copper-aluminum composite material according to 
[anyone of claims 1 through 25] claim 2 or 3 . characterized in that said flame-sprayed surface layer 
is coated with a film, which comprises MoS2or graphite or a mixture ofMoS2 and graphite. 

33. (Amended) A method for producing a copper-aluminum composite material according 
to [anyone of claims 30 through 32] claim 30 or 31 , characterized by further flame spraying 30% by 
weight or less of graphite powder. 

34. (Amended) A method for producing a copper-aluminum composite material according 
to [anyone of claims 30 through 33], claim 30 or 31 characterized by further flame spraying 30% by 
weight or less of one or more selected from the group consisting of AI2O3, SiOj, SiC, ZrOj, Si3N4, 
BN, AIN, TiN, TiC, B4C, as well as iron-phosphorus, iron-boron, and iron -nitrogen compounds. 

3 5 . (Amended) A method for producing a copper-aluminum composite material according 
to [anyone of claims 30 through 34] claim 30 or 31 , wherein the flame spraying is carried out on a 
roughened surface of a metallic substrate. 

36. (Amended) A method for producing a copper-aluminum composite material according 
to [anyone of claims 30 through 34] claim 30 or 31 , wherein heat treatment of the flame- sprayed 
layer is carried out subsequent to the flame spraying. 
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Specification 

Flame-Sprayed Copper-Aluminum Composite Material 
And Its Production Method 

5 Technical Field 

The present invention relates to flame-sprayed copper-aluminum composite 
material and its production method. The present invention relates to such technical 
fields as composite material, flame-spraying technique, aluminum-alloy sliding 
material and copper-alloy sliding material. 

10 

Background Technique 

Metal-ceramics composite material has been mainly investigated as metal-based 
composite material. Production methods are: press forming and then sintering a 
mixture powder of the copper- alloy and AlgOg powder (Japanese Patent No. 2854916); 
15 impregnating the ceramic carbon with Al alloy melt (Japanese Patent No. 2846635); 
and the like. 

In the sliding materials, the clad material has a metal-metal composite structure. 
The flame-spraying technique is illustrated in Journal of Japan Institute of 
Metals "Materia Japan" Vol. 33(1994), No.3. p 268-275, entitled "Recent Developments 

20 in Flame-Spraying Technique". Production methods of a metal-ceramic based composite 
material are explained. The flame -spraying techniques are also illustrated in Tibologist 
Vol. 41 (1996), No. 11, pages 19-24. 

Japanese Unexamined Patent Publication No. 9-122955 discloses a sliding 
bearing of the copper-aluminum alloy composite material referred to in the present 

25 invention in which the sliding bearing, a soft layer having hardness comparable to that 
of white metal, is dispersed in the aluminum-alloy matrix. The method for producing 
this composite material consists of: a first step of providing a flat sheet consisting of an 
aluminum-alloy material and having a backing metal; a second step of firmly bonding 
on the front surface of the flat sheet a soft material, such as Sn, Pb or white metal to 50 

30 - 100 M na of thickness; a third step of locally irradiating laser beam on the above- 
mentioned flat sheet, with the firmly bonded soft metal, thereby dissolving the soft 
metal into the interior of the aluminum alloy; and a fourth step of bending the flat sheet 
to a semi-circular form; and, a fifth step of machine, finishing the laser-flame sprayed 
surface and then poHshing the soft material, thereby exposing, in the polished part, the 

35 complex layer of the aluminum-alloy and the soft-alloy layer. 

The following aluminum-alloy based sliding materials heretofore have been 
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known to exhibit such properties as the wear-resistance and seizure-resistance required 
for such materials. 

(a) Al-Si based melted alloy (Alusil alloy), in which wear resistance due to the 
eutectic Si or primary Si is utilized. This alloy has generally Si content of from 3 to 18% 

5 and is worked into the material form by forging, casting and the like. 

(b) In the aluminum alloy of German Patent No. 3249133 by the present 
applicant, such hard particles as Si and Fe particles are nodularized in the working and 
heat-treating steps of an aluminum-alloy sheet. Nodular Si and the like render the 
opposite shaft compatible and thus improved seizure resistance is attained in this alloy. 

10 (c) A small amount of Cr added to Al-Sn based alloy prevents the Sn phase from 

coarsening and enhances the seizure resistance (United States Patent No. 4153756 
assigned to the present applicant). 

(d) Powder-metallurgical alloy, in which the melt-quenched powder is utilized (for 
example Japanese Patent Gazette No. 2535789). In this gazette, the aluminum- alloy 
15 melt containing from 15 to 30% by weight of Si is melt-quenched to provide the powder. 
This powder is hot-pressed and then hot-extruded to produce sliding material which 
exhibits improved wear-resistance, mechanical strength, light-weight characteristics 
and low coefficient of thermal expansion. 

The above-described alloys (a) through (c) are difficult to cast when the Si content 
20 exceeds 20%. Such working as forging is more difficult than casting. The wear- 
resistance of these alloys is, therefore, limited by the Si content. 

The above-described alloy (d) can contain a large amount of Si. However, since 
such forming methods as hot-pressing and hot-extrusion must be employed, it is 
virtually impossible to use such alloy for the semi-spherical metal of the main bearings 
25 of an internal combustion engine. This semi-spherical metal is usually referred to as the 
"metal" . 

Among the copper alloys, the frequently used sliding alloy is a Cu-Pb based alloy, 
in which the added Pb improves the adhesion resistance and the seizure resistance. 
Since the wear resistance of copper alloy is poor, it is known to add a hard matter such 

30 as FegP into the copper alloy and to sinter it, as is proposed in United States Patent No. 
5,326,384 assigned to the present applicant. The conformability is, however, inevitably 
impaired by the addition of such hard matter. 

A technique of flame-spraying the copper-alloy sliding material is known from 
International Publication W095/25224 of the present applicant et al. The copper-hard 

35 matter based composite material is also disclosed in this publication. The flame- 
spraying technique proposed in this publication enables a part of the Cu-Pb alloy 
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structure, particularly the Pb structure, to remain unmelted and hence the Pb phase is 
not coarsened. However, it is difficult to harden the flame-sprayed copper alloy and 
hence to improve the wear resistance. That is, the hardening of copper alloy is broadly 
carried out usually by means of precipitation-hardening in the case of wrought alloy, 
5 such as rolled or drawn alloys. Since the flame-sprayed alloy is basically a cast alloy, the 
hardening relying on modification of the composition is difficult. 

Heretofore, the metal-ceramic based composite materials have been produced by 
using the flame-spraying technique. Metal-metal based composite materials, for 
example, the composite material of Cu-Pb alloy and Al-Si alloy, have not been produced 
10 by means of the flame-spraying technique. When these two kinds of alloys are 
completely melted together by flame-spraying, practically usable material is not 
obtained, since a very brittle Cu-Si alloy is formed as well. The present inventors 
devised the flame-spraying conditions and hence successfully obtained the copper- 
aluminum composite material. 

15 

Disclosure of Invention 

It is, therefore, an object of the present invention to provide copper-aluminum 
composite material having improved wear resistance and seizure resistance and a 
method for producing the same. 

20 The present first invention provides a flame-sprayed copper- aluminum composite 

material, which comprises copper or a first copper alloy having at least an unmelted 
phase, and aluminum or a first aluminum alloy having at least a melted phase. The 
copper or copper alloy (collectively referred to as "the copper alloy" in this paragraph) 
and aluminum or aluminum alloy (collectively referred to as "the aluminum alloy" in 

25 this paragraph) are rendered to a composite material. For this purpose, a part of these 
alloys should be melted and play a role of binder. From another point of view, for 
example, Pb of a Cu-Pb alloy and Si of an Al-Si alloy impairs the properties of the 
matrix of the other alloy, so that no useful composite material is obtained. The complete 
melting of the copper alloy and aluminum alloy should, thus, be prevented. In the 

30 present invention, the binder effect for forming the composite material can be realized 
when at least the aluminum-alloy is melted. Copper and aluminum inherently exhibit 
good compatibility and are appropriate for bonding. 

The present second invention is characterized in that the copper or copper-alloy 
powder and the aluminum or aluminum-alloy powder are flame-sprayed in such a 

35 manner that a portion of these powders is melted and the other portion is not melted. 
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Embodiments of Invention 

(A) Flame-Sprayed Composite Material 

The present invention is described with reference to an embodiment in which 
copper alloy and aluminum alloy are rendered to a composite form. A flame-spraying 
5 method can obtain this composite material. The general tendency of the flame spraying 
involves (a) and (b): (a) In a case where the copper-alloy powder and the aluminum -alloy 
powder have equal particle-diameters, the aluminum-alloy powder melts, (b) In a case 
where the average particle-diameter of the aluminum-alloy powder is much 
considerably larger than that of the copper-alloy powder, the latter in addition to the 

10 former melts. By utilizing such tendencies, at least a part of the aluminum-alloy powder 
: melts, while the solid properties of the balance of the powder can be essentially 

maintained in the copper-aluminum composite material thus produced. Since the 
aluminum alloy exhibits superior wear resistance to that of the copper aUoy, and further 
there are a number of cast aluminum alloys having excellent wear resistance, when this 

15 alloy is not entirely alloyed with but is rendered composite with the copper alloy, the 
wear resistance of the entire composite material can be enhanced more than that of the 
copper alloy. Considering these points, the weight proportion of the copper alloy is 
preferably from 75 to 30%, and the balance is the aluminum alloy. The "melted phase" 
in the present invention is the melted phase during the flame spraying of the copper- 

20 aluminum composite material. That is, although almost all of the metallic materials 
undergo the melting in the preceding production process, the melted phase indicates the 
melting and solidified state specifically during the flame-spraying. 

(B) General Explanation of Copper Alloy and Aluminum Alloy 

The copper and aluminum alloys in the present invention include all alloys 
25 capable of flame-spraying. However, the following matters should preferably be 
considered. The temper state of metal is roughly classified into the casting state and 
wrought state, such as rolling and drawing. Since the flame-sprayed alloy belongs to the 
former casting state, casting copper alloys such as bronze, lead bronze and phosphorous 
bronze are the preferable subject matters of the present invention. Meanwhile, as the 
30 wrought copper products used in electronic appliances are wrought alloys, they can be 
flame-sprayed but cannot demonstrate their inherent properties. Likewise, wrought 
aluminum alloys are excluded, and cast alloys such as Al-Si based casting alloys having 
excellent wear resistance are the preferable subject matters of the present invention. 

In addition, the present first copper alloy and the first aluminum alloy include 
35 the second copper alloy and aluminum alloy, in which a component of the other alloy is 
partially incorporated and melted together by flame spraying. The completely melted 
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copper and aluminum alloys are excluded from the composite material of the present 
invention. Nevertheless, they may be partially melted together, preferably 90% by area 
or less. The composite material according to such embodiment consists of the flame- 
sprayed copper-alloy, the flame-sprayed aluminum-alloy and the copper-aluminum alloy 
5 formed by flame spraying. In the description hereinbelow, the copper alloy and the 
aluminum alloy indicate those free of the second copper alloy and the second aluminum 
alloy, respectively, unless otherwise specified. 
(C)Copper Alloy 

In the present invention, the copper alloy can contain, by weight percentage, 
10 0.5 % or more, preferably 1% or more and 50% or less of one or more selected from the 
group consisting of 40% or less of Pb, 30% or less of Sn, 0.5% or less of P, 15% or less of 
Al, 10% or less of Ag, 5% or less of Mn, 5% or less of Cr, 20% or less of Ni and 30% or less 
ofZn. 

Lead is the most preferable element which enhances the sliding properties under 
15 dry condition. However, when the lead content exceeds 40%, the strength of copper alloy 
is lowered. The upper limit of lead should, therefore, be 40%. A preferable lead content 
is 30% or less, more preferably from 1 to 15%. 

The elements other than lead are mainly solid-dissolved in copper and enhance its 
: wear resistance and seizure resistance. Among them, Ag outstandingly enhances the 

-20 sliding properties under minimal lubricating-oil conditions. Regarding the addition 
amount, 10% or more of Sn and 1% or more of Mn precipitate and the resultant 
precipitates enhance the wear resistance. Thermal conductivity and good sliding 
properties with respect to the opposite aluminum or iron-based material, particularly 
wear resistance and seizure resistance, which are inherent to copper, are lost at Sn 
25 exceeding 30%, P exceeding 0.5%, Ag exceeding 15%, Mn exceeding 5%, Cr exceeding 5%, 
Ni exceeding 20%, and Zn exceeding 30%. These elements should, therefore, not exceed 
the above mentioned upper limits. Preferable contents are as follows: Sn: 0.1-20%, P: 
0.2-0.5% or less, Ag: 0.1-8%, Mn: 0.5-4%, Cr: 0.5-3%, Ni: 0.5-15%, and Zn: 5-25%. More 
preferable contents are as follows: Sn: 0.1-15%, Ag: 0.2-5%, Mn: 0.5-3%, Cr: 1-2%, Ni: 1- 
30 10%, and Zn: 10-20%. The total amount of the additive elements should be in a range of 
from 0.5 to 50% because of the above -de scribed reasons. 

The first copper alloy containing these additive elements (excluding the second 
copper alloy) consists of Cu crystals, in which these elements are solid-dissolved (i.e., 
the Cu solid-solution), or Cu crystals (including the Cu solid- solution) and other phases. 
35 The other phases are a crystallized phase, a precipitated phase, a decomposed phase or 
the like. These phases are a metal, an intermetallic compound, or other compounds such 
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as CU3P. That is, if the first copper alloy (excluding the second copper alloy) consists only 
of these compounds or the Uke, the inherent sliding properties of copper are not realized. 
It is, therefore, preferable that the Cu crystals are an essential component of the 
present invention. However, the second copper alloy may consist only of non-metallic 
5 compounds or the like. 

(D)Aluminum Alloy 

Aluminum alloy, which contains from 12 to 60% by weight of Si, can be used in 
the present invention. When the Si content is less than 12%, Si is slightly effective for 
enhancing the wear resistance and the seizure resistance. When the Si content exceeds 

10 60%, the strength is seriously lowered so that decrease in wear resistance is incurred. A 
preferable Si content is from 15 to 50%. When the size of Si particles exceeds 50 n m, 
the Si particles are liable to be separated. A preferable size is from 1 to 40 m m. 

Next, the Al-Si-Sn based alloy has excellent wear resistance and seizure 
resistance in the wear-resistant and seizure-resistant parts, such as the metal and bush. 

15 Al-Sn alloys have been conventionally used for such parts. Sn is a component which 
imparts lubricating property and compatibility. 

Sn is uniformly dispersed in the aluminum matrix. Sn preferentially adheres on 
the opposite shaft and thus prevents the sliding of the same kind of material, i.e., Al 
adhered on the opposite shaft and Al of the bearing. The seizure resistance is, thus, 

20 enhanced. When the Sn content is less than 0.1%, Sn is slightly effective for enhancing 
the lubricating property. When the Sn content exceeds 30%, the strength of the alloy is 
lowered. A preferable Sn content is from 5 to 25%. The coarsening of Sn particles is 
prevented by the presence of in close vicinity of the Sn particles and hence the fatigue 
resistance is apparently enhanced. 

25 The aluminum alloy can contain the following optional elements. 

Cu: Cu is solid- dissolved in the aluminum matrix in super saturation and 
enhances its strength. The wear due to adhesion wear of Al and separation of Si 
particles can, thus, be suppressed. In addition, Cu and a part of Sn form an Sn-Cu 
intermetallic compound, and hence the wear resistance is enhanced. However, when the 

30 Cu content exceeds 7.0%, the alloy is excessively hardened to provide appropriate 
sliding material. A preferable Cu content is from 0.5 to 5%. 

Mg: Mg is combined with a part of Si to form Mg-Si intermetallic compounds and 
hence the wear resistance is enhanced. However, when the Mg content exceeds 5.0%, a 
coarse Mg phase is formed which impairs the sHding properties. 

35 Mn: Mn is solid-dissolved in the aluminum matrix in super saturation and 

enhances its strength. Similar effecets to those of Cu, are realized. However, when the 
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Mn content exceeds 1.5%, the alloy is excessively hardened to provide appropriate 
sliding material. Apreferable Mn content is from 0.1 to 1%. 

Fe: Fe is solid-dissolved in the aluminum matrix in super saturation and 
enhances its strength. Similar effects to those of Cu, are realized. However, when the 
5 Fe content exceeds 1.5%, the alloy is excessively hardened to provide appropriate 
sliding material. Apreferable Fe content is 1% or less. 

Cr: Cr realizes an effect to prevent the coarsening of a soft phase, such as Sn. 
However, when the Cr content exceeds 5%, the alloy is excessively hardened to provide 
appropriate sliding material. Apreferable Cr content is from 0.1 to 3%. 

10 Ni: Ni is solid-dissolved in the aluminum matrix in super saturation and enhances 

its strength. Similar effects to those of Cu are realized. However, when the Ni content 
exceeds 8%, the alloy is excessively hardened to provide appropriate sliding material. 
Apreferable Ni content is from 5% or less. 

The first aluminum alloy containing these additive elements (excluding the second 

15 aluminum alloy) consists of Al crystals in which these elements are solid-dissolved (i.e., 
the Al solid-solution), or Al crystals (including the Al solid-solution) and other phases. 
The other phases are a crystallized phase, a precipitated phase, a decomposed phase or 
the like. These phases are a metal, a.n intermetallic compound, or other compounds. 
That is, if the first aluminum alloy (excluding the second aluminum alloy) consists only 

20 of these compounds or the like, the binder effect of the aluminum alloy is not realized. 
It is, therefore, preferable that only the Cu crystals are an essential component of the 
present invention. However, the second aluminum alloy may consist only of chemical 
compounds or the like. 

(E)Entire Composition of Composite Material 

25 Combination of Cu-Pb based AUoy and Al-Si based Alloy 

Apreferable combination of the components according to the present invention 
is that of a Pb-containing copper alloy having excellent seizure resistance and an Si- 
containing aluminum alloy having excellent wear resistance. More specifically, the 
copper alloy containing 40% or less of Pb and the 12-60% Si-Al alloy, by weight 

30 percentage, are combined. The entire composition of this composite material is 
preferably Cu: 8-82%, Al: 5-50%, Pb: 32% or less, and Si: 5-50%, by weight percentage 
(claim 15). 

Combination of Cu-Pb based Alloy and Al-Si-Sn based Alloy 
The entire composition of this composite material is preferably Cu; 8-82%, Al: 
35 5-50%, Pb: 32% or less. Si: 5-50%, and Sn. 21% by weight percentage (claim 17). 
Combination of Cu-Pb based Alloy and Al-Si-X base Alloy 


In this combination, the aluminum alloy contains the X component (Cu, Mg, 
Mn, Fe, Cr and/or Ni). The entire composition of this copper-aluminum composite 
material is, preferably, Cu: 8-50%, Al: 15-50%, Pb: 32% or less, Si: 5-50%, Mn: 1.2% or 
less, Cr: 5% or less, Ni: 4% or less, Mg: 4.0% or less and Fe: 1.2% or less, by weight 
5 percentage. In a case where Sn is contained in addition to the X component, the Sn 
content is preferable 24% or less (claim 19). 

Combination of Cu-Pb-X based Alloy and Al-Si based Alloy 
In this combination, the copper alloy contains the X component (Sn, P, Al, Ag, 
Mn, Cr, Ni and/or Zn). The entire composition of the composite material is, preferably, 
10 Cu: 8-82%, Al: 5-50%, Pb: 32% or less. Si: 5-50%, Sn: 24% or less, P: 0.4% or less, Ag: 8% 
or less, Mn: 4% or less, Cr: 4% or less, Ni: 16% or less, and Zn: 24% or less, by weight 
percentage (claim 16). 

Combination of Cu-Pb-X based Allov and Al-Si-Sn based Alloy 
The entire composition of their composite material is, preferably, Cu: 8-50%, 
15 Al: 15-50%, Pb: 32% or less, Si: 5-50%, Sn: 30% or less, P: 0.4% or less, Ag: 8% or less, 
Mn: 4% or less, Cr: 4% or less, Ni: 16% or less, and Zn: 24% or less, by weight percentage 
(claim 20). 

Combination of Cu-Pb-X based Allov and Al-Si-X based Allov 

The entire composition of their composite material is, preferably, Cu: 8-50%, 

20 Al: 15-50%, Pb: 32% or less. Si: 5-50%, Sn: 24% or less, P: 0.4% or less, Ag: 8% or less, 
Mn: 5% or less, Cr: 8% or less, Ni: 20%* or less, and Zn: 24% or less, Mg: 4.0% or less, and 
Fe: 1% or less, by weight percentage (claim 21). In a case where Sn is contained in 
addition to the X component, the Sn content is preferable 30% or less. 
(F) Flame -Sprayed Metal Structure 

25 Prior to describing the structure of the copper-aluminum composite material, 

the general characteristics of the flame-sprayed layer are described. This structure is 
that of the melted and solidified atomized powder and the like. According to one 
morphology, the droplets, which have been melted and hence formed in the flame of 
flame-spraying, are impinged upon the surface of the swash plate and then deformed. 

30 As seen in the cross section of the layer, portions in laminar form, flaky form or in a flat 
plate are laminated on one another. As seen in the flat plane, small discs, fish scales, 
and the like are laminated on one another. According to another morphology, when the 
atomized powder is forcedly supplied under pressure of gas into the flame, the atomized 
powder maintains the form of isolated particles, the particles being scattered. The 

35 atomized powder seems be melted as is, although a part of the particles may be 
incorporated with one another. Molten droplets impinge upon the swash plate and 
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solidify. When the thickness of the flame-sprayed layer is decreased to accelerate the 
cooUng speed, one droplet or a few droplets are not incorporated with the other droplets 
but solidify as independent particles. The droplets, which are relatively small, collapse 
and are laminated on one another in the form of numerous fine laminar pieces, as 
5 described above. According to a further morphology, the droplets are incorporated with 
one another and, as a whole, form the flame-sprayed layer. 
(G)Flame- Sprayed Composite Structure 

In the present invention, the copper-alloy powder, which is not melted at least 
during the flame spraying, is contained in the flame-sprayed layer. A mixed structure of 
10 the aluminum-alloy melted phase and the unmelted phase of copper-alloy powder, is 
formed. The constituent unmelted phase is the copper-alloy powder, which does not 
disappear in the spray flame but remains in the flame-sprayed layer. The melted phase 
has, therefore, an ordinary flame-sprayed structure having the morphology as described 
in the preceding item (F), that is, this structure is melted during the flame-spraying. 
15 The unmelted structure is not melted during the flame -spraying. A part of the 
morphologies as described in the preceding item (F) is deficient in the unmelted 
structure, as exemplified below. Alternatively, the unmelted structure is distinguished 
from the melted structure, for example, in the following points. 

® The melted phase incorporates with one another and is molten. No 
20 incorporation of the unmelted phase occurs. 

(D The melted phase greatly deforms due to coUision. Deformation of the 

unmelted phase due to coUision is slight. 
(3) In the case of Cu-Pb aUoy or the like, the melted phase and the unmelted 
phase can be distinguished from one another when Pb, which is a 
25 constituent of the minority phase, is observed. 

(D Distinctive judgment by the above described ®-(3) may be difficult with 
regard to the Al alloy phase of the flame-sprayed layer, because such phase 
has a similar morphology pattern. In this case, when grain boundaries are 
impossible to detect and the phases appear at a glance to be continuous, 
30 aiid, further, the minority phases have a uniform morphology, judgement 

of the melted phase can be made. 
© When the particles in the Al alloy phases of the flame-sprayed layer have 
identical morphology, the particles are compared with atomized powder, 
crushed powder, electrolytic powder and the Kke having known 
morphology. When the particles correspond to these powders, it can be 
judged that the particles are the ummelted structure. 
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© Portions of copper-alloy powder and aluminum alloy powder are melted 
together, and then a copper-based minority phase is dispersed in the 
aluminum matrix. This minority phase is the second aluminum alloy 
referred to in the present invention and can be simply distinguished from 
5 the other phases. 

(7) The aluminum alloy is incorporated in the partially melted copper-aUoy 
powder, and then the Al-based minority phase is separated from it and is 
dispersed in the copper matrix. This structure is the melted phase of the 
second copper alloy. In addition, in a case where the incorporated 
10 aluminum remains in the solid- solution state, the incorporated aluminum 

is the melted phase of the second copper alloy. The melted structure is 
easily distinguished from the unmelted structure of copper, which may be 
present in the copper alloy. 
In the present invention, the weight proportion of copper alloy is preferably 
15 from 75 to 30% and the balance is aluminum alloy. 

The main structure of the copper- aluminum composite material of the present 
invention is a combination of two or more of (a) copper-aUoy melted structure, (b) 
copper-alloy unmelted structure, (c) aluminum-alloy melted structure, and (d) 
aluminum-alloy unmelted structure (except for the combination of only (a) and (c) and 
20 the combination of only (b) and (d)). 

In the present invention, a portion of the powder does not melt during the 
flame spraying and remains in the flame-sprayed layer. A mixture of a melted 
structure and an unmelted structure of powder is thus formed. This feature is first 
described with reference to the Cu-Pb based alloy and subsequently with reference to 
25 the Al-Si based aUoy 

The quenched structure of the lead-bronze powder does not disappear even in 
the spraying flame but remains in the flame-sprayed layer and thus becomes a 
constituent-phase, copper-bronze powder unmelted structure of the above-mentioned 
structure. In this structure, the phase mainly composed of lead, is dispersed in fine 
30 particulate form. Alternatively, a laminar phase mainly composed of lead distributes in 
the copper boundaries. This structure is a kind of cast structure but has the features: (a) 
the main cooling direction is from periphery toward the inner side of the particles; and, 
(b) the structure is more quenched than that of the ordinary ingot casting or continuous 
casting. 

35 In the present invention, when the copper alloy and the aluminum alloy are 

completely melted together, for example, Si of the aluminum alloy and Cu melt and then 
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solidify. Coarse intermetallic compounds are formed upon the solidification and a 
practically non-usable Cu-Al-Pb-Si alloy is thus produced. The combination consisting 
of only (a) and (c) mentioned above is, therefore, excluded. More specifically, when the 
unmelted powder is not co-present under the condition that the copper-alloy melted 
5 structure (a) and the aluminum- alloy melted structure (c) are formed, the melted copper 
alloy and the melted aluminum alloy are almost completely melted together. It is, 
therefore, necessary to avoid the flame-spraying condition where only the structures (a) 
and (c) are present. When the structures (b) and/or (d) are present in addition to the 
structures (a) and (c), it is possible to prevent the copper/aluminum alloys from melting 
10 together. 

In addition, both the copper alloy and aluminum alloy form a low-melting- 
point-material in the boundaries between the copper-alloy melted structure (a) and the 
aluminum-alloy unmelted structure (d) or between the aluminum-alloy melted 
structure (c) and the copper-alloy unmelted structure (b). As a result, both alloys may be 

15 melted together but only to a slight degree. Therefore, such boundary structure are not 
included in the main structure of the present invention. The main structure of the 
molten powder is classified into (a), (b), (c) and (d). 

From the above descriptions, the combinations of the structure of the copper- 
aluminum composite material according to the present invention are: 

20 A. (a) + (d) 

B. (a) + (b)-^(d) 

C. (b) + (c) 

D. (b)-h(c) + (d) 

E. (a) + (b)-f(c) 

25 F. (a) -I- (b) + (c) -f (d) 

G. (a)-^(c) + (d) 

In the composite materials (B, C, D, E, F) having the unmelted Cu-alloy 
structure, the fine Pb phase in the atomized powder remains in the flame -sprayed layer 
and contributes to the enhancement of sliding properties. In the melted Cu-Pb alloy 

30 powder (A, B, E, F, G), Cu and Pb melt and then solidify. During the melting and 
solidification, the Pb phase coarsens, and a reaction between the melted Cu and the Al- 
Si alloy powder takes place. Due to this reaction, the composite material having the Al- 
Si alloy structure is bonded. In most cases, the surface of the last-mentioned powder is 
melted during the surface reaction (F, G). In the composite materials (C. D, E, F, G) 

35 having the melted Al-alloy structure, the dispersed Si particles are nodular, that is, they 
have almost the same size in any direction, such as spheroidal, granular, polygonal 
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shape or an indefinite shape classified in none o£ the former shapes. In these composite 
materials, no such particle shape having a long directional property in one direction is 
found, that is, neither the primary Si of the conventional melted alloy nor the Si 
particles of the rolled alloy are found. Although the primary Si and the eutectic Si are 
5 clearly distinguished from one another in the conventional melted alloy, such distinction 
is difficult in the case of the present invention. In addition, a reaction between the 
melted Al-Si alloy powder and the Cu-Pb alloy powder takes place, and hence the 
bonding of the latter powder takes place. 

(H) Properties of Composite Material 
10 The respective constituent alloy phases of the copper-aluminum composite 

materials having those structures are described with regard to their properties. The 
description is made with reference to an example of Cu-Pb aUoy and Al-Si alloy. 

(a) With regard to the unmelted copper alloy, the fine Pb phase of the 
copper-alloy powder such as atomized powder remains in the flame-sprayed layer, and 

15 contributes to enhancement of the sliding properties. When such components as Al and 
Si of the (molten or not-molten) aluminum alloy, is dissolved in the copper alloy, an 
inherent property of copper, i.e., the adhesion difficulty, may be weakened. The 
unmelted copper alloy can impede weakening of the adhesion difficulty. 

(b) The Pb phase coarsens during the melting and solidification of the 
- 20 melted Cu-Pb alloy. The Al-Si alloy powder particles are bonded by a reaction between it 

and the melted Cu, Pb. In most cases, the surface of this powder is melted during the 
reaction. 

(c) Nodular Si dispersed in the melted Al-alloy structure has almost the 
same size in any direction, such as spheroidal, granular, polygonal shape or has an 

25 indefinite shape classified in none of the former shapes. In these composite materials, 
no such particle shape having a long directional property in one direction is found, that 
is, neither the primary Si of the conventional melted alloy nor the Si particles of the 
rolled alloy are found. Although the primary Si and the eutectic Si are clearly 
distinguished from one another in the conventional melted alloy, such distinction is 

30 difficult in the case of the present invention. Because of such Si structure, the wear 
resistance is greatly enhanced. In addition, a reaction between the melted Al-Si alloy 
powder and the solid Cu-Pb aUoy powder takes place, and hence the bonding of the 
latter powder takes place. 

Hardness of the composite is generally intermediate between that of the hard 

35 and soft materials. However, in the composite material according to the present 
invention, its hardness is higher than the average value of the hard material and soft 


material, because a reaction phase of the copper alloy and the aluminum alloy may be 
formed. 

(I) Flame-Spraying Method 

Methods for forming the composite sliding layer by flame spraying are 
5 specifically described. In the present invention, various flame -spraying methods listed 
in Tribologist, ibid, page 20, Fig. 2, can be employed. Among them, the high velocity 
oxyfuel flame spraying (HVOF) method can be preferably employed. This method has a 
feature that "... this method is a high velocity oxyfuel flame-spraying method (HVOF, 
High Velocity Oxyfuel). In this method, the combustion is carried out in the gun interior 
10 (combustion chamber). Both the oxygen (0.4-0.6MPa) and fuel gas (0.4-0.6MPa) are of 
high pressure. The velocity of gas jet is very rapid. Its particle velocity amounts to the 
explosion flame-spraying. Various flame-spraying methods belonging to the series of 
HVOF have been developed, such as diamond jet, top gun, continuous explosion system 
and the like" (Tribologist, ibid, page 20, right column, lines 4 through 13). It seems that 
15 because of such features of HVOF the prominent Si and Sn particle morphology is 
obtained. Since the flame-sprayed Al is hardened by rapid cooling and solidification, its 
feature is the high holding force of Si particles. As a result, the wear due to separation 
of Si particles can be suppressed. 

Atomized powder, such as Cu-Pb alloy, Al-Si alloy, Al-Si-Sn alloy powder and 
20 the like can be used as the flame -spraying powder. 

Flame-spraying condition is preferably 0.45-1.10 MPa of oxygen pressure, 
0.45-0.76 MPa of fuel pressure, and from 50 to 250 mm of the flame-spraying distance. 
Thickness of the flame-sprayed layer is prejGerably from 10 to 500 p. m. 

Subsequently, methods for producing various composite materials A through G 
25 mentioned above are illustrated with reference to a method for adjusting the average 
particle-diameter of the powder. Table 1 shows a mixing example of the copper-alloy 
powder having the particle size of a regular distribution around one average value and 
the aluminum- alloy powder having the same distribution. Table 2 shows a mixing 
example, in which either or both of the copper alloy and the aluminum alloy is a mixture 
30 of coarse and fine particles having a regular distribution of particle size. 
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Table 1 


Composite Material 

Cu-Pb Alloy Powder 

i/J-m) 

Al-Si Alloy Powder 

(/z m) 

A 

30 

150 

C 

50 

100 

D 

75 

50 

Table 2 


Cu-Pb Alloy Powder 

Al-Si Alloy Powder 

Composite Material 

( M m) 

(/i m) 

Coarse 
Particles 

Fine 
Powder 

Coarse 
Particles 

Fine 
Powder 

B 

75 

30 

150 


E 

75 

30 


50 

F 

75 

30 

150 

50 

G 


30 

150 

50 


When the combination of fine Cu-Pb powder and coarse Al-Si powder in 
Table 2 is selected, it is possible to increase the melting amount of the copper alloy. 
5 (J) Other Embodiments of Invention 

Various metallic substrates such as iron, copper and aluminum substrates 
can be used as the substrate on which the flame-sprayed layer is formed. The shape of 
the substrate is optional, such as a sheet, a disc, a tube and the like. Preferably, the 
surface of the substrate is roughened by means of shot-blasting and the like, to Rz 10 to 

10 60 m of surface roughness. Then the adhesion strength of a film is enhanced. 

The flame -sprayed layer may be subjected to heat treatment to adjust the 
hardness. Apart of the structure may be melted at the heat treatment. 

One or more compounds selected from the group consisting of AlgOg, SiOg, SiC, 
ZrOg, Si3N4, BN, AIN, TiN, TiC, B4C, as well as iron-phosphorus compounds, iron-boron 

15 compounds, and iron-nitrogen compounds can be added, as a component for enhancing 
the wear-resistance, into the above-mentioned copper- aluminum composite material, in 
weight percentage of 30% or less, preferably 10% or less, more preferably 1 to 10%. 
When the addition amount of these components exceeds 30%, the lubricating property 
and compatibility are impaired, with the result that seizure is liable to occur. 

20 In addition, the entire composite material can contain 30% or less of graphite 

in weight percentage in the present invention. Graphite is an additive which enhances 
the lubricating property and hence prevents cracking of the sliding layer. When the 
graphite content exceeds 30%, the strength of the flame-sprayed layer is 
disadvantageously lowered. A preferable graphite content is from 1 5 to 15%. 

25 Furthermore, bronze, which contains 3% by weight percentage or less of 

graphite, can be flame-sprayed in the present invention. Graphite is an additive, which 
enhances the lubricating property and hence prevents cracking of the sliding layer of a 
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swash plate, When the graphite content exceeds 3%, the strength of the flame -sprayed 
layer is disadvantageously lowered. Preferable graphite content is from 0.15 to 1.5%. 

In the present invention, an intermediate layer, which consists of one or more 
materials selected from the group consisting of copper, nickel, aluminum, copper-nickel 
based alloy, nickel-aluminum based alloy, copper- aluminum based alloy, copper-tin 
based alloy, self- fluxing nickel alloy and self-fluxing cobalt alloy, may be formed between 
the flame-sprayed layer and the substrate so as to enhance the adhesion strength of the 
flame-sprayed layer. Plating, sputtering, flame-spraying and the like can form this 
intermediate layer. Any one of these materials is easily alloyed with the bronze, 
provided that the surface of these materials is rough. The intermediate layer is firmly 
bonded with the (un)melted layer during the flame spraying and enhances the bonding 
strength of the flame-sprayed layer and the backing metal. A preferable thickness of 
the intermediate layer is from 5 to 100 /x m. Cu-Sn-P based alloy can be used as the 
copper-tin based alloy. Since Cu-Sn-P based alloy has good flowability and is difficult to 
be oxidized, the intermediate layer formed by spraying this alloy can attain improved 
properties. 

The above -described flame-sprayed layer can be coated with a soft metal layer, 
such as plating of Pb, Pb alloy, Sn or Sn alloy. Then, these materials are rapidly worn to 
form a good compatible surface and make the subsequent wear difficult to occur. The 
soft metallic layer is, for example, a plating layer mainly consisting of Pb and Sn. 

In addition, the above -de scribed flame-sprayed layer may be coated with a 
coating, which contains MoSg or graphite or a mixture of M0S2 and graphite, bonded by 
a resin binder. A preferable thickness of the coating layer is from 1 to 50 11 m. 

The above descriptions (A) through (J) are applied to the pure-aluminum 
(non-alloy) and pure-copper (non-alloy) composite material, except for the descriptions 
of the additive elements such as Si, Pb. 

BRIEF DESCRIPTION OF DRAWINGS 

Figure 1 is a microscopic photograph of the flame -sprayed composite material 
in the inventive Example 3, depicting, showing its surface structure without etching. 

Figure 2 is a microscopic photograph of the flame-sprayed composite material 
in the inventive Example 3, depicting its etched surface structure. 

Figure 3 is a microscopic photograph of the flame-sprayed composite material 
in the inventive Example 3, depicting its cross sectional structure without etching. 

Figure 4 is a microscopic photograph of the flame-sprayed composite material 
in the inventive Example 3, depicting its etched cross-sectional structure. 
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Figure 5 is a graph showing the results of the wear test of the inventive 
Example 7. 

The method of the present invention is described more in detail with reference 
to the examples 

5 

BEST MODE FOR CARRYING OUT INVENTION 
Example 1 

60 weight % of a Cu-10 weight % of Ph-10 weight % of Sn alloy atomized 
powder (30 fim of average particle diameter) and 40 weight % of aluminum- alloy 
10 atomized powder (atomized powder of A2024 aluminum alloy, to which 40 weight % of Si 
is added, 10 umof average particle diameter) were mixed. A commercially available 
pure-aluminum rolled sheet was subjected to shot blasting using steel grids (0.7 mm of 
size) so as to roughen the surface of a substrate to Rz 45 jj, m. Flame spraying was 
carried out on the roughened substrate to a thickness of 250 m m. An HVOF type 
15 flame-spraying machine (D J. product of Sulzer Meteco) was used for the flame spraying. 
The flame spraying was carried out under the following conditions. 
Oxygen Pressure: 1.03 MPa, ISOpsi 
Fuel Pressure: 0.69MPa, lOOpsi 
Flame -Spraying Distance: 180mm 
20 Flame -Spraying Thickness: 250 ij.m 

Hardness of the flame-sprayed layer was Hv 260-300. In addition, the entire 
composition was 36% of Cu, 31% of Al, 3% of Pb, 22% of Si, 4% of Sn, by weight 
percentage, the balance being impurities. 

The flame-sprayed alloys of Example 1 and Comparative Example 1 were 
25 subjected to the wear resistance test by the following method. 
Test Method of Wear Resistance 

A steel ball (SUJ 2) having 8 mm of diameter was pressed on the flame - 
sprayed layer of samples under 1 kgf of load and was caused to slide at 0.5 mm/second of 
speed, under the dry condition. 
30 The results of the test are shown in Table 3. 

Example 2 

The same flame-spraying as in Example 1 was repeated except that the 
atomized copper-alloy powder of Example 1 was replaced with a Cu-24 weight % of Pb-4 
weight % of Sn alloy atomized powder. The same wear test as in Example 1 was carried 
35 out. The results are shown in Table 3. Hardness of the flame-sprayed layer was Hv 
220-280. In addition, the entire composition was 36% of Cu, 32% of Al, 7% of Pb, 23% of 
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Si, and 2%ofSn. 
Example 3 

75% by weight of a Cu-10 weight % of Pb-4 weight % of Sn alloy atomized 
powder (60 /z m of average particle-diameter) and 25% by weight of aluminum-alloy 
5 atomized powder (atomized powder of A2024 aluminum alloy, to which 40 weight % of Si 
was added, 100 m of average particle diameter) were mixed. A commercially 
available pure-aluminum was treated under the same conditions as in Example 1. The 
flame spraying was carried out under the same conditions as in Example 1. Figure 1 
shows the microscopic structure of the surface of the flame-sprayed layer without 

10 etching. Figure 2 shows the microscopic structure of the surface of the flame-sprayed 
layer with etching by Grad liquid (5g of ferric chloride, lOOcc of hydrochloric acid, and 
lOOcc of water). Figure 3 shows the microscopic structure of the cross-sectional surface 
of the flame-sprayed layer without etching for 5 seconds. Figure 4 shows the microscopic 
structure of the cross-sectional surface of the flame-sprayed layer with etching by Grad 

15 liquid. Morphology of the copper-alloy powder is judged as follows. That is, the nodular 
portion of the copper-alloy powder retains the morphology of atomized powder, while the 
other portion of the copper alloy crystallizes together with the melted aluminum alloy 
and is free of the atomized-powder morphology. On the other hand, the aluminum 
virtually does not retain the powder morphology. With regard to the aluminum-alloy, it 

20 is judged as follows. The aluminum-alloy phase provides a matrix where the network or 
flaky copper-alloy phase crystallizes. The aluminum-alloy is almost completely melted, 
while a portion of the aluminum-aUoy reacts with the melted copper so that a Cu-Al 
compound (i.e., the second copper-alloy) crystallizes. Hardness of the flame-sprayed 
layer was Hv 200-260. In addition, the entire composition was 45% of Cu, 27% of Al, 6% 

25 of Pb, 16% of Si, and 6% of Sn by weight percentage. 
Example 4 

The flame-spraying was carried out under the same conditions as in Example 
3 except that the atomized copper powder of Example 3 was replaced with a Cu-24 
weight % of Pb-4 weight % of Sn aUoy atomized powder (60 ;x m of average particle 
30 diameter). The same wear test as in Example 1 was carried out. The results are shown 
in Table 3. Hardness of the flame-sprayed layer was Hv 90-260. In addition, the entire 
composition was 42% of Cu, 26% of Al, 13% of Pb, 17% of Si, and 2% of Sn, by weight 
percentage. 
Example 5 

35 The flame-spraying was carried out under the same conditions as in Example 

3 except that the atomized copper-alloy powder having 60 um of average particle- 
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diameter was replaced with the atomized copper powder having 30 m m of average 
particle-diameter, and further the atomized powder of A2024 aluminum-alloy, into 
which 20 weight % of Si was added, was used. The same wear test as in Example 1 was 
carried out. The results are shown in Table 3. Hardness of the flame - sprayed layer was 
5 Hv 220-260. In addition, the entire composition was 57% of Cu, 26% of Al, 5% of Pb, 5% 
of Si, and 6% of Sn by weight percentage. 
Example 6 

The flame-spraying was carried out under the same conditions as in Example 
3 except that the atomized copper-alloy powder of Example 5 (i.e., atomized powder of 

10 Cu-10 weight % of Pb-10 weight % of Sn alloy) was replaced with a Cu-24 weight % of 
Pb-10 weight % of Sn alloy atomized powder (30 jj. m of average particle diameter). The 
same wear test as in Example 1 was carried out. The results are shown in Table 3. 
Hardness of the flame-sprayed layer was Hv 190-240. In addition, the entire 
composition was 50% of Cu, 32% of Al, 9% of Pb, 7% of Si, and 2% of Sn by weight 

15 percentage. 

Comparative Example 1 

Only the copper-alloy powder of Example 1 was flame sprayed by the same 
method as in Example 1. The same wear test as in Example 1 was carried out. The 
results are shown in Table 3. Hardness of the flame-sprayed layer was Hv 180-210. 

20 Comparative Example 2 

Only the aluminum alloy of Example 1 was flame sprayed by the same method 
as in Example 1. The same wear test as in Example 1 was carried out. The results are 
shown in Table 3. Hardness of the flame-sprayed layer was Hv 210 - 230. 
Example 7 

25 A 5- M m thick 90% Pb- 10% Sn plating layer was formed on the flame-sprayed 

layer of Example 1. This flame-sprayed layer and the flame- sprayed layer of Example 1 
were subjected to the wear test by the following method. The test result is shown in Fig. 
5. It turns out from the comparison of these examples that the Pb-Sn plating layer 
retards the speed of increase of the wear amount. 
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Table 3 



Wear Amount (iim) 

Example 1 

9.0 

Example 2 

6.0 

Example 3 

17.0 

Example 4 

15.0 

Example 5 

5.0 

Example 6 

6.0 

Example 7 

5.0 

Comparative 
Example 1 

40 

Comparative 
Example 2 

95 


INDUSTRIAL APPLICABILITY 

As is described hereinabove, since the present invention provides a flame- 
spraying method for producing the copper-aluminum composite material the desired 
material can be obtained by a single process of applying the mixed powder on the 
substrate. In addition, the copper alloy and the aluminum alloy are essentially not 
melted together in the composite material but are finely mixed with one another. It is, 
therefore, expected that the properties of these alloys are utihzed. Furthermore, such 
composite material can be formed as a film, such as the sliding layer of sliding members 
of a compressor. 
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CLAIMS 

1. A flame-sprayed copper-aluminum composite material, which 
comprises copper or a first copper alloy having at least an unmelted phase, and 
aluminum or a first aluminum aUoy having at least a melted phase. 
5 2. A flame-sprayed copper-aluminum composite material according to 

claim 1, wherein said first copper alloy comprises a second copper alloy, which is formed 
by incorporating said aluminum or a component of the first aluminum alloy into the 
first copper alloy, by flame -spraying. 

3. A flame-sprayed copper-aluminum composite material according to 
10 claim 1 or 2, wherein said first aluminum alloy comprises a second aluminum alloy, 

which is formed by incorporating said copper or a component of the first copper alloy 
into the first aluminum alloy, by to flame-spraying. 

4. A flame-sprayed copper-aluminum composite material according to 
any one of claims 1 through 3, characterized in that the main structure consists of the 

15 unmelted phase of the copper or the first copper alloy and the melted phase of 
aluminum or the second aluminum aUoy. 

5. A fiame-sprayed copper-aluminum composite material according to 
claim 4, wherein said flame-sprayed layer surface comprises at least either of the 
melted phase of copper or the first copper alloy and the melted phase of the first 

20 aluminum alloy. 

6. A flame-sprayed copper-aluminum composite material according to 
any one of claims 1 through 5, wherein said first copper alloy comprises Pb, and said 
first aluminum alloy comprises Si. 

7. A flame-sprayed copper-aluminum composite meterial according to 
25 claim 6, characterized in that said first copper alloy comprises 40% by weight or less of 

Pb, and said first aluminum alloy comprises fi-om 12 to 60% by weight of Si. 

8. A flame-sprayed copper-aluminum composite material according to 
claim 7, characterized in that said first copper alloy contains from 0.5 to 50% by weight 
of one or more selected from the group consisting of 30% by weight or less of Sn, 0.5% by 

30 weight or less of P, 15% by weight or less of Al, 10% by weight or less of Ag, 5% by 
weight or less of Mn, 5% by weight or less of Cr, 20% by weight or less of Ni, and 30% by 
weight or less of Zn. 

9. A flame-sprayed copper-aluminum composite material according to 
claim 7, characterized in that said first aluminum alloy further comprises 30% by 

35 weight or less of Sn. 

10. A flame-sprayed copper- aluminum composite material according to 
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claim 7, characterized in that said first aluminum alloy fiarther comprises at least one 
element of the group consisting of 7.0% by weight or less of Cu, 5.0% by weight or less of 
Mg, 1.5% by weight or less of Mn, 1.5% by weight or less of Fe, 8% by weight or less of 
Cr, and 8.0% by weight or less of Ni. 
5 11. A flame-sprayed copper-aluminum composite material according to 

claim 10, characterized in that said first aluminum alloy further comprises 30% by 
weight or less of Sn. 

12. A flame-sprayed copper- aluminum composite material according to 
claim 8, characterized in that said first aluminum alloy further comprises 30% by 

10 weight or less of Sn. 

13. A flame-sprayed copper-aluminum composite material according to 
claim 8, characterized in that said first aluminum alloy further comprises at least one 
element of the group consisting of 7.0% by weight or less of Cu, 5.0% by weight or less of 
Mg, 1.5% by weight or less of Mn, 1.5% by weight or less of Fe, 8% by weight or less of 

15 Cr, and 8.0% by weight or less of Ni. 

14. A flame-sprayed copper-aluminum composite material according to 
claim 13, characterized in that said first aluminum aUoy further comprises 30% by 
weight or less of Sn. 

15. A flame-sprayed copper-aluminum composite material according to 
20 claim 7, characterized in that the entire composition is Cu: 8 — 82% by weight, Al: 5 — 

50% by weight, Pb: 32% by weight or less, and Si: 5 - 50% by weight. 

16. A flame-sprayed copper-aluminum composite material according to 
claim 8, characterized in that the entire composition is Cu: 8 - 82% by weight, Al: 5-50% 
by weight, Pb: 32% by weight or less. Si: 5-50% by weight, Sn: 24% by weight or less, P: 

25 0.4% by weight or less, Ag: 8% by weight or less; Mn: 4% by weight or less, Cr: 4% by 
weight or less, Ni: 16% by weight or less, and Zn: 24% by weight or less. 

17. A flame-sprayed copper-aluminum composite material according to 
claim 9, characterized, in that the entire composition is Cu: 8-82% by weight, Al: 5-50% 
by weight, Pb: 32% by weight or less. Si: 5-50% by weight, and Sn: 21% by weight or 

30 less. 

18. A flame-sprayed copper-aluminum composite material according to 
claim 10, characterized in that the entire composition is Al: 15-50% by weight, Cu: 8- 
50% by weight, Pb: 32% by weight or less. Si: 5-50% by weight, Mn: 1.2% by weight or 
less, Cr: 5% by weight or less, Ni: 4% by weight or less, Mg: 4.0% by weight or less, and 

35 Fe: 1.2% by weight or less. 

19. A flame-sprayed copper-aluminum composite material according to 
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claim 11, characterized in that the entire composition is Al: 15-50% by weight, Cu; 8- 
50% by weight, Pb: 32% by weight or less, Si: 5-50% by weight, Sn: 24% by weight or 
less, Mn: 1.2% by weight or less, Cr: 5% by weight or less, Ni: 4% by weight or less, Mg: 
4.0% by weight or less, and Fe: 1.2% by weight or less. 
5 20. A flame -sprayed copper aluminum composite material according to 

claim 12, characterized in that the entire composition is Al: 15-50% by weight or less, 
Cu: 8-50% by weight or less, Pb: 32% by weight or less. Si: 5-50% by weight, Sn: 30% by 
weight or less, Mn: 4% by weight or less, Cr: 4% by weight or less, Ni: 16% by weight or 
less, and Zn: 24% by weight or less. 

10 21. A flame-sprayed copper-aluminum composite material according to 

claim 13, characterized in that the entire composition is Al: 15 - 50% by weight, Cu: 8- 
50% by weight, Pb: 32% by weight or less. Si: 5-50% by weight, Sn: 24% by weight or 
less, P: 0.4% by weight or less, Ag: 8% by weight or less, Mn: 5% by weight or less, Cr: 
8% by weight or less, Ni: 20% by weight or less, Zn: 24% by weight or less, Mg: 4.0% by 

15 weight or less, and Fe: 1% by weight or less. 

22. A flame-sprayed copper-aluminum composite material according to 
claim 14, characterized in that the entire composition is Al: 15-50% by weight, Cu: 8- 
50% by weight, Pb: 32% by weight or less, Si: 5-50% by weight, Sn: 30% by weight or 
less, P: 0.4% by weight or less, Ag: 8% by weight or less, Mn: 5% by weight or less, Cr: 

20 8% by weight or less, Ni: 20% by weight or less, Zn: 24% by weight or less, Mg: 4.0% by 
weight or less, and Fe: 1% by weight or less. 

23. A flame-sprayed copper-aluminum composite material according to 
any one of claims 1 through 22, wherein at least a portion of said first copper alloy 
(except for the second copper alloy) consists of Cu crystals, and at least a portion of said 

25 first aluminum alloy (except for the second aluminum alloy) consists of Al crystals. 

24. A flame-sprayed copper-aluminum composite material according to 
any one of claims 6 through 23, characterized by further containing 30% by weight or 
less of graphite particles. 

25. A flame-sprayed copper- aluminum composite material according to 
30 any one of claims 1 through 24, characterized by further containing 30% by weight or 

less of one or more selected from the group consisting of AljOg, SiOg, SiC, ZrOj, Si3N4, 
BN, AIN, TiN, TiC, B4C, as well as iron-phosphorus, iron-boron, and iron-nitrogen 
compounds. 

26. A flame-sprayed copper-aluminum composite material according to 
35 any one of claims 1 through 25, wherein it is laminated on a substrate and is coated 

with a soft metal layer. 
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27. A flame -sprayed copper-aluminum composite material according to 
claim 26, wherein said soft metal layer is a plating layer of Pb, Pb alloy, Sn or Sn alloy. 

28. A flame-sprayed copper-aluminum composite material according to 
claim 26, wherein said soft metal layer is a plating layer mainly consisting of Pb and 
Sn. 

29. A flame-sprayed copper-aluminum composite material according to 
any one of claims 1 through 25, characterized in that said flame-sprayed surface layer is 
coated with a film, which comprises MoSgor graphite or a mixture of M0S2 and graphite. 

30. A method for producing a copper- aluminum composite material, 
characterized in that powder of copper or copper alloy and powder of aluminum or 
aluminum alloy are flame-sprayed in such a manner that a portion of these powders is 
melted and a portion is not melted. 

31. A method for producing a copper- aluminum composite material 
according to claim 30, characterized in that the main structure of the copper-aluminum 
composite material is combination of one or more of (a) melted structure of copper or 
copper alloy, (b) unmelted structure of copper or copper aUoy, (c) melted structure of 
aluminum or aluminum alloy, and (d) unmelted structure of aluminum or aluminum 
alloy (except for the combination of only (a) and (c) and only (b) and (d)). 

32. A method for producing a copper-aluminum composite material 
according to claim 30 or 31, wherein said copper alloy is Cu-Pb based alloy, and said 
aluminum alloy is Al-Si based alloy. 

33. A method for producing a copper- aluminum composite material 
according to any one of claims 30 through 32, characterized by further flame spraying 
30% by weight or less of graphite powder. 

34. A method for producing a copper-aluminum composite material 
according to any one of claims 30 through 33, characterized by further flame spraying 
30% by weight or less of one or more selected from the group consisting of AI2O3, SiOg, 
SiC, ZrOa, Si3N4, BN, AIN, TiN, TiC, B^C, as well as iron-phosphorus, iron-boron, and 
iron — nitrogen compounds. 

35. A method for producing a copper-aluminum composite material 
according to any one of claims 30 through 34, wherein the flame spraying is carried out 
on a roughened surface of a metalhc substrate. 

36. A method for producing a copper- aluminum composite material 
according to any one of claims 30 through 34, wherein heat treatment of the flame- 
sprayed layer is carried out subsequent to the flame spraying. 
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Abstract 


There is provided a composite material, which exhibits the properties of copper 
alloy and aluminum aUoy, and which has improved wear-resistance and seizure- 
resistance. By frame -spraying is prepared a copper-aluminum composite material, 
which consists of copper or first copper-alloy (for example Cu - Pb alloy) including at 
least unmelted phase and aluminum or first aluminum-alloy (for example Al — Si alloy) 
including at least melted phase. 
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